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U.S. Patent and Trademark Office Part of Paper No. 903 



' 08CN6025-2 



wr1 ymiM1TNTfi TO TTIff AIMS 



Claim 1 (Currently Amended): A thermoplastic composition, comprising: 
a poly(arylene ether); 

a poly(alkenyl aromatic) resin in an amount of at least about 10 weight percent of 
the total of the poly(arylene ether) and the poly(alkenyl aromatic) resin; 

a polyolefin; 

a hydrogenated block copolymer of an alkenyl aromatic compound and a 
^ conjugated diene, wherein the hydrogenated block copolymer has an alkenyl aromatic 
v ^" / % content of about 40 to about 90 weight percent; 

a polyolefin-graft-cyclic anhydride copolymer consisting of a polyolefin 
backbone and polar grafts formed from polymerization of one or more cyclic anhydrides, 
wherein the polvolefin backbone comprises at least 8 0 weight percent of units derived 
from polymerization of ethylene, propylene, butvle ne. or a mixture thereof; and 

a reinforcing filler. 
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